Claim 10, 



Line 1: 
Line 2: 



Delete "any one of the^eceding" and insert Claim 1 — 
I "Xims". 



Del 



1 1 . (Amended) Structure according to [any oncyof the preceding claims] Claim L 
in which the [polyolefin (B) of the] third layer comprises a/polyolefin (B) which comprises (i) 
a high density polyethylene (HDPE) and (ii) a mixture of a^olyethylene (CI) and a polymer (C2) 
chosen from elastomers, very low density polyethyleni^ and ethylene copolymers, the mixture 
(CI) + (C2) being co-grafted with an unsaturated carboxylic acid. 

12. (Amended) Structure according to [any one of Claims 1 to 10, in which the 
polyolefin (B) of] Claim 1 , wherein the thircf layer comprises a polyolefin (B) which comprises 
(i) a high density polyethylene (HDPE), /li) a polymer (C2) chosen firom elastomers, very low 
density polyethylenes and ethylene copcdymers (C2) being grafted with an unsaturated carboxylic 
acid and (iii) a polymer (C2) cho^n from elastomers, very low density polyethylenes and 
ethylene copolymers. 



13. (Amended) / Structure accorjiing to [any on9/of Claims 1 to 10, in which the 
polyolefin (B) of] Claim 1 ./wherein the thirc^ /ayer comprisje^ a polyolefin (B) which comprises 
(i) polypropylene and (iiVa polyolefin which Results frpifi the reaction of a polyamide (C4) with 
a copolymer (C3) con^rising propylene and^a gr^ed or copolymerized unsaturated monomer 
X. 



14. (J)[mended) Structure according to [any one of Claims 1 to 10, in which the 
polyolefin (B) qff\ Claim 1 . wherein the third layer comprises a polyolefin (B^ which comprises 
(i) a polyethylene of LLDPE, VLDPE or metallocene type and (ii) an ethylene-alkyl 
(meth)acryl^e-maleic anhydride copolymer. 



Claim 15, Line 1: Delete "aiiy one 91 Claims 1 to" and insert —Claim 1- 

Line2: Delete/lO" 
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16. (Amended) Structure according to Claim 15 
the third layer comprises a polyolefin B, which compriseg fi) a 
or metallocene type and (ii) an ethylene-alkyl (mefn)acrylate-: 



which the [polyolefin (B) of] 
t^lene of LLDPE, VLDPE 
ide copolymer. 



1 7. (Amended) Stmctupg^according to Claim 1 5 , in;(^mich the third layer comprises 
a polyolefin (B) which comprises two fiinctionalized polymers comprising at least 50 mol% of 
ethylene units and which can rdact to form a crosslinked phase. 




Claim 18, 



Line 1: 
Line 3: 
Line 4: 



DeleteQDepc^s" and insert —A device—. 

Delete "the /and insert —a—; delete "any". 

Delete "6»e of the preceding claims" and insert —Claim 1- 



Please add the followin g new claim: 



19. Structure according to Claim 2, in whicm:he binder comprises: 

- 5 to 30 parts of a polymer (D) which itself pomprises a mixture of a polyethylene Dl 
with a density of between 0.910 and 0.940 and of a^polymer (D2) chosen fi"om elastomers, very 
low density polyethylenes and metallocene poiyethylenes, the mixture (Dl) + (D2) being co- 
grafted with an unsaturated carboxylic acid, 

- 95 to 70 parts of a polyethylene (E) with a density of between 0.910 and 0.930, 

- the mixture of (D) and (E) being such that: 

• its density is between 0.910^and 0.930, 

• the content of grafted un^turated carboxylic acid is between 30 and 10,000 ppm, 



eg) is between 0.1 and 3 g/10 min, the MFI 




• the MFI (ASTM D 123^- 190"C- 2.16 
denotes the melt flow index. 



20. Structure accprding to Claim 2, in Which the binder comprises: 
- 5 to 30 parts of ai)olymer (F) which itself comprises a mixture of a polyethylene (Fl) 
with a density of betweeia 0.935 and 0.980 and of a polymer (F2) chosen from elastomers, very 
low density polyethyiynes and ethylene copolymers, the mixture (Fl) + (F2) being co-grafted 
with an unsaturated (Carboxylic acid. 
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